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(54) Solid polymer electrolyte battery 

(57) A solid battery using a solid electrolyte obtained by dissolving a tetrafunctional high-molecular compound and 
an electrolyte salt in a solvent and crosslinking the solution by the irradiation of an actinic radiation and/or by heating, 
wherein the solid electrolyte is one obtained by using a tetrafunctional terminal acryloyl-modified alkylene oxide poly- 
mer having a high-molecular chain represented by following formula (I) as the above-described tetrafunctional high- 
molecular compound, compounding the solvent with the polymer at a ratio of from 220 to 1,900% by weight to the 
above-described tetrafunctional high-molecular compound, and crosslinking the compounded mixture: 



R 1 R 2 R 3 

I I I 

~ (CH 2 CHO) m - (CH 2 CHO) n -C0-C = CH 2 



(I) 



wherein R 1 and R 2 each represents a hydrogen atom or a lower alkyl group: R 3 represents a hydrogen atom or a methyl 
group; m and n each represents 0 or an integer of at least 1 ; in one high-molecular chain, m + n £ 35. 

The solid battery has a high performance and a high-energy density, prevents the occurrence of liquid leakage and 
gas spouting, and has an excellent mechanical strength. 
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Description 

FIELD OF THE INVENTION 

[0001] The present invention relates to a solid battery using a high-molecular weight solid electrolyte excellent in the 
ion conductivity. 

BACKGROUND OF THE INVENTION 

[0002] A solid battery using a high-molecular solid electrolyte has recently come into the limelight because the solid 
battery has the merits that the possibility of the occurrences of a liquid leakage, igniting, gas spouting, etc., is generally 
low as compared with a battery using a conventional electrolytic solution and can ensure a higher reliability about 
safety. However, because the electric conductivity of the solid electrolyte is relatively low as compared with that of a con- 
ventional electrolytic solution, the internal resistance of the solid electrolyte becomes high, when the solid electrolyte is 
used for a solid battery, only the battery having a very small capacity is obtained, which closes the application of a solid 
electrolyte for a thin and light solid battery having a high capacity. 

[0003] To develop a high-capacity battery using a solid electrolyte, a solid electrolyte obtained by mixing an acryloyl- 
modif ied high-molecular compound having an alkylene oxide polymer chain, an electrolyte salt, and further a solvent 
optionally, and crosslinking the mixture by the action of heat, light, electron beams, etc., is proposed. As conventional 
techniques, there are. for example, a high-molecular solid electrolyte by a combination of a Afunctional polymer having 
a terminal acryloyl-modified alkylene oxide polymer chain, a low-molecular alkylene oxide copolymer, polyvinyl chloride, 
an electrolyte salt, etc., as described in Japanese Patent Laid Open No. 3-1 77409; a solid electrolyte by a combination 
of a terminal acryloyl-modified alkylene oxide copolymer, an inorganic ion salt, and an organic solvent such as propyl- 
ene carbonate, etc., as described in Japanese Patent Laid Open No. 63-94501 ; and a solid electrolyte by a combination 
of a difuctional and/or monofunctional high-molecular compound having terminal acryloyl-modified alkylene oxide pol- 
ymer chain and an electrolyte salt as described in Japanese Patent Laid Open No. 5-178948. However, these solid 
electrolytes are not always satisfactory ones from the view points of a high capacity and a high mechanical strength. 

SUMMARY OF THE INVENTION 

[0004] The present invention has been made under these circumstances, and an object of the present invention is to 
provide a high-performance solid battery having a high capacity, an improved stability of the performance, and also an 
excellent mechanical strength by using a novel solid electrolyte. 

[0005] As the result of making various investigations for solving the above-described problems of the conventional 
solid batteries, the present inventors have discovered that by using a solid electrolyte obtained by adding specific ratios 
of a solvent and an electrolyte salt to a tetrafunctional terminal acryloyl-modified high-molecular compound having an 
alkylene oxide polymer chain made up of at least a specific number of monomer units and fixing the solvent by 
crosslinking the mixture by an actinic radiation such as light, electron, etc., and/or by heating, solid battery which is 
excellent in the mechanical strength and has an excellent performance such as the electric conductivity comparable to 
a conventional liquid electrolyte is obtained and accomplished the present invention. 

[0006] That is, the solid battery of the present invention is a solid battery using a solid electrolyte obtained by dissolv- 
ing a tetrafunctional high-molecular compound and an electrolyte salt in a solvent and crosslinking the solution by the 
irradiation of an activating radiation and/or by heating, wherein the solid electrolyte is one obtained by using a tetrafunc- 
tional terminal acryloyl-modified alkylene oxide polymer having a high -molecular chain represented by following formula 
(I) as the above-described tetrafunctional high-molecular compound, compounding the solvent with the polymer at a 
ratio of from 220 to 1,900% by weight to the above-described tetrafunctional high-molecular compound, and crosslink- 
ing the compounded mixture: 



R« R 2 R 3 

I I I 

- (CHjCHO) (CH 2 CHO) „-CO-C = CH 2 <*> 



wherein R 1 and R 2 each represents a hydrogen atom or a lower alkyl group; R 3 represents a hydrogen atom or a methyl 
group; m and n each represents an integer of at least 0; in one high-molecular chain, m + n £ 35; and each of plural R 1 , 
R 2 , R 3 , m. and n in the four high-molecular chains may be the same or different. 
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[0007] The solid battery of the present invention has a composite positive electrode made up of a positive electrode 
composite containing a positive electrode active substance and the solid electrolyte, and between the composite posi- 
tive electrode and a negative electrode, the solid electrode can exist as a separator in the solid battery of the present 
invention. In this case, as the negative electrode, a composite negative electrode made up of a negative electrode com- 
posite containing a negative electrode active substance and the solid electrode can be used. 

[0008] As the solvent, one or more kinds selected from the group consisting of cyclic esters, cyclic carbonic esters, 
cyclic ethers, nitriles, chain ethers, chain carboxylic esters, chain carbonic esters, sulfolane, sulfolane derivatives, dime- 
thyl sulfoxide. N.N-dimethylformamide. and N-methyloxazolidinone are preferably used. 

BRIEF DESCRIPTION OF THE DRAWING 
[0009] 

Fig. 1 is a schematic view showing an embodiment of the solid battery of the present invention. 
DETAILED DESCRIPTION OF THE INVENTION 



[001 0] Then, the present invention is described in detail. 

[001 1 J The tetrafunctional terminal acryloyl-modif ied alkylene oxide polymer used for the solid electrolyte constituting 
the solid battery of the present invention is a compound obtained, for example, by using an active hydrogen compound 
such as diglycerol, pentaerythritol. and the like as a starting material, adding an alkylene oxide described hereinbelow 
to the active hydrogen compound, and subjecting it to esterification with an unsaturated organic acid such as acrylic 
acid, methacrylic acid, etc.. or to dehydrochlorination with an acid chloride such as methacrylic acid chloride, etc. Prac- 
tically, as the tetrafunctional terminal acryloyl-modified alkylene oxide polymer, there are, for example, the compounds 
represented by following formula (II): 



/ 



\ 



R- (CH 2 CHO) (CH 2 CH0) „-CO-C = CH : 



(ID 



\ 



wherein R 1 , R 2 , R 3 , m, and n have the same meanings as those of the formula (I) described above; and R 1 . R 2 , R 3 , m 
and n each of which occurs four times in one molecule may be the same or different. 

[0012] Specific examples of the polymer are compounds of the formula (II) wherein R, R 1 , R 2 , R 3 . m, and n are as 
follows. 



R: 



CH 2 0- 
i 

CHO- 

I CH 2 0- 
CH 2 ^ | 

^ O or -OCH 2 CCH 2 0- 

CH 2 ^ | 

I CH 2 0- 

CHO- 

I 

CH 2 0- 



R^H, CH3. or C2H 5 



3 



i 
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R 2 : H, CH 3 , or CgHg 
R 3 : H or CH 3 
m: 0 to 1 30 
n:0to130 

[0013] The active hydrogen compound used as the starting material for the above-described compound may be a 
compound having four functional groups, and there is no particular restriction on the kind of the compound, but from the 
point of a good reactivity with an alkylene oxide, diglycerol. pentaerythritol. etc.. are preferred, and as other compounds, 
methylglucoside, ethylenediamine. aromatic diamines, etc.. can also be used. 

[0014] The alkylene oxides used for the synthesis of the tetrafunctional alkylene oxide polymers include ethylene 
oxide, propylene oxide, butylene oxide, 1 ,2-epoxyhexane, 1 ,2-epoxyoctane, etc., and ethylene oxide, propylene oxide, 
and butylene oxide are particularly preferred. Also, it is necessary that the number of the monomers is at least 35, pref- 
erably from 40 to 120, per functional high-molecular chain, that is, the polyalkylene oxide chain of the tetrafunctional 
alkylene oxide polymer. 

[0015] If the number of the monomer units is less than 35, there is a problem that it is difficult to crosslink the mixture 
of the polymer and a solvent of at least 220% by weight to the polymer, or the bleed-out of the solvent onto the surface 
of the crosslinked product becomes severe. In addition, in case of using two kinds of monomers, the disposition of the 
monomer units of the polymer may be a block type or a random type. 

[001 6] As the solvent used for the solid electrolyte, any solvents having a compatibility with the polymer can be suit- 
ably used but from the points that an ionic compound is soluble and that the solvent is excellent in the conductivity, one 
or more kinds selected from the group consisting of cyclic esters, cyclic carbonic esters, cyclic ethers, nitriles, chain 
ethers, chain carboxylic esters, chain carbonic esters, sulfolane, sulfolane derivatives, dimethyl sulfoxide. N.N-dimeth- 
ylformamide. and N-methyloxazolidinone are preferably used, and in these solvents, cyclic esters and cyclic carbonic 
esters are particularly preferred. 

[001 7] The compounding ratio of the solvent to the polymer is usually from 220 to 1 ,900% by weight, preferably from 
220 to 1.200% by weight, and more preferably from 230 to 1.000% by weight. If the compounding ratio is less than 
220% by weight, the conductivity of the solid electrolyte obtained is liable to become low. On the other hand, if the com- 
pounding ratio exceeds 1,900% by weight, there is a tendency that the mechanical strength of the solid electrolyte is 
greatly lowered. 

[0018] The electrolyte salt used for the solid electrolyte is one or more kinds selected from the group consisting of 
lithium fluoride, lithium chloride, lithium bromide, lithium iodide, lithium nitrate, lithium thiocyanate, lithium perchlorate, 
lithium trH luoromethanesulfonate, lithium tetraborof luoride, bistrifluoromethylsulfonylimide lithium, tristrrfluoromethylsul- 
fonyimethidolithium, sodium thiocyanate. sodium perchlorate. sodium trif luoromethanesulfonate, sodium tetraborofluo- 
ride, potassium thiocyanate, potassium perchlorate. potassium trifluoromethanesuffonate, potassium tetraborofluoride. 
magnesium thiocyanate, magnesium perchlorate, and magnesium trifluoromethanesulfonate. The ratio of the electro- 
lyte salt to the solvent is usually in the range of from 0.2 to 3.0 mols/lrter, and preferably from 0.5 to 2.0 mols/lrter. 
[0019] There is no particular restriction on the production method of the solid electrolyte in the solid battery of the 
present invention, but the solid electrolyte is obtained, for example, by preparing a homogeneous liquid (a solid electro- 
lyte precursor) by a method of previously dissolving the electrolyte salt in the tetrafunctional terminal acryloyl -modified 
alkylene oxide polymer and uniformly mixing the solution with the solvent, or of uniformly mixing the tetrafunctional ter- 
minal acryloyl-modified alkylene oxide polymer and the solvent and dissolving the electrolyte salt in the mixture, etc.; 
thereafter, uniformly coating the homogeneous liquid on a substrate by a knife coater, a bar coater, a gravure coater, a 
spin coater. etc.; and then crosslinking the coated layer by the irradiation of a high-energy electromagnetic waves such 
as ultraviolet rays, a visible light, electron beams, etc., or by heating. 

[0020] In this case, if necessary, a photopolymerization initiator such as trimethylsilylbenzophenone, benzoin, 2-meth- 
ylbenzoin. 4-methoxybenzophenone. benzoin methyl ether anthraquinone. benzyl dimethyl ketal, etc., or a polymeriza- 
tion initiator such as benzoyl peroxide, methyl ethyl ketone peroxide, a.a'-azobisisobutyronrtrile, etc.. may be added. 
[0021] The solid electrolyte composition precursor may be coated on a positive electrode or a negative electrode, fol- 
lowed by crosslinking and then used as a separator for a battery, but a composite electrode (composite positive elec- 
trode or composite negative electrode) composed of a positive electrode composite or a negative electrode composite 
can be prepared by uniformly mixing a positive electrode active substance or a negative electrode active substance and 
the solid electrolyte composition precursor and crosslinking the mixture. In this case, to improve the mechanical 
strength of the composite electrode, the solid electrolyte composition precursor can be further coated on the composite 
electrode as a separator portion, followed by crosslinking to provide a solid battery. 

[0022] In case of preparing the composite electrode, an electronic conductive substance (electroconductive agent) 
such as graphite, carbon black, acetylene black, carbon, a metal powder, a conductive metal oxide, etc.. may be incor- 
porated. 

[0023] Examples of the positive electrode material which can be used for the solid battery of the present invention 
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include metal sulfides such as TiS 2 . MoS 2 , etc.; metal oxides such as V 6 0 13 , V 2 0 5 . etc.; lithium composite oxides such 
as UCo0 2 , LiCOxNi Vx 02 (0<x<1), UCo x Ni 1 . (x+y) Al y 0 2 (0<x<1, 0<y<1 and 0 < x+y < 1), LiNi0 2> LiMn0 2 , LiM 2 0 4 , etc., 
and further electroconductive high-molecular compounds such as polyaniline. polythiophene. polypyrrole, etc.. but the 
positive electrode material used in the present invention is not limited to these materials. 
5 [0024] Also, examples of the negative electrode material which can be used for the solid battery of the present inven- 
tion include alkali metals such as metallic lithium, a lithium-aluminum alloy, metallic sodium, etc.; carbon materials such 
as graphite, coke, etc.; and further conductive high-molecular compounds capable of cation doping, such as polyacety- 
lene, polythiophene, etc. 

[0025] To constitute the solid battery of the present invention, for example, a method of casting the electrolyte before 
w crossiinking on a negative electrode material, crosslinking the cast layer of the electrolyte by the method described 
above to form a solid electrolyte layer in a thin-film form, and then laminating thereon a positive electrode material; a 
method of forming a solid electrolyte layer in a thin-film form on a positive electrode material and further laminating ther- 
eon a negative electrode material; and a method of forming a solid electrolyte layer in a thin-layer form on both the pos- 
itive electrode material and the negative electrode material and then laminating the thus formed both layers can be 
15 employed although, as a matter of course, the method of constituting the solid battery is not limited to these methods. 
[0026] The following Examples are intended to illustrate the present invention more practically but not to limit the 
invention in any way. 

(1) Synthesis of tetrafunctional terminal acryloyl-modified alkylene oxide polymer: 

20 

[Synthesis Example 1 (Compound No. A-1)] 

[0027] In a 10-liter autoclave were placed 166 g of diglycerol as a starting material, 12.2 g of potassium hydroxide as 
a catalyst, and 6,280 g of ethylene oxide, and after carrying out the reaction at 130°C for 5 hours, the reaction mixture 
25 was subjected to neutralization and desalting to obtain 6,180 g of a tetrafunctional ethylene oxide homopolymer. The 
weight average molecular weight (hereinafter, is referred to simply as molecular weight) of the polymer was 6.350 as 
calculated from the hydroxy! group value. 

[0028] In a 3-liter four-necked flask were placed 1 .270 g (0.2 mol) of the above-described polymer, 86.5 g (1 .2 mols) 
of acrylic acid. 700 g of toluene, and 3 g of concentrated sulfuric acid as a catalyst, and after carrying out the reaction 
30 for 10 hours with stirring under refluxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the purified product to provide the desired tetrafunctional 
terminal acryloyl-modified ethylene oxide homopolymer (the compound of the formula (II) wherein R, R 1 , m and n were 
as follows). 

35 R: 



40 



45 



50 



R 1 : H, m: 35, n: 0 

55 

[0029] The molecular weight of the polymer as calculated from the result of the gel permeation chromatography (here- 
inafter, is referred to as GPC) was 6,570. 



CH 2 0- 
I 

CHO- 
I 

CH 2 ^ 
I 

CHO- 
I 

CH 2 0- 



5 
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[Synthesis Example 2 (Compound No. A-2)] 

[0030] In a 10-liter autoclave were placed 166 g of diglycerol as a starting material. 20 g of potassium hydroxide as a 
catalyst, 4,590 g of ethylene oxide, and 1,650 g of propylene oxide, and after carrying out the reaction for 7 hours at 
5 1 15°C, the reaction mixture was subjected to neutralization and desalting to obtain 6.540 g of a tetrafunctional ethylene 
oxide-propylene oxide random copolymer. The molecular weight of the copolymer was 6,820 (as calculated from the 
hydroxy! group). 

[0031] In a 3-liter four-necked flask were placed 1 .340 g (0.2 mol) of the above-described copolymer. 86.5 g (1 .2 mols) 
of acrylic acid, 700 g of toluene, and 4 g of concentrated sulfuric acid as a catalyst, and after carrying out the reaction 
10 for 10 hours with stirring under refluxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the purified product to provide the desired tetrafunctional 
terminal acryloyl-modrf ied ethylene oxide-propylene oxide random copolymer (the compound of the formula (II) wherein 
R, R 1 , R 2 , R 3 , m and n were as follows). 

15 R: 



20 



25 



30 



35 




CH 2 " 
I 

CHO- 
I 

CH 2 0- 

R 1 : H, R 2 : CH 3 , R 3 : H, m: 28. n: 7 

[0032] The molecular weight of the polymer was 7,040 (as calculated from GPC). 

[Synthesis Example 3 (Compound No. A-3)] 

40 [0033] By following the same procedures as in Synthesis Example 2 except that the amounts of ethylene oxide and 
propylene oxide were changed to 7,040 g and 2,320 g. respectively, the desired tetrafunctional terminal acryloyf-modi- 
fied ethylene oxidepropylene oxide random copolymer (the compound of the formula (II) wherein R. R\ R 2 . R 3 , m and 
n were as follows) was obtained. 

45 R: 



50 



55 
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10 



15 



CH 2 0- 
I 

CHO- 



CH 2 




R 1 : H, R 2 : CH 3 , R 3 : H, m: 40, n: 10 

20 

[0034] The molecular weight of the polymer was 9,750 (as calculated from GPC). 

[Synthesis Example 4 (Compound No. A-4)] 

25 [0035] In a 20-liter autoclave were placed 1 66 g of diglycero! as a starting material, 53 g of potassium hydroxide as a 
catalyst, 10,600 g of ethylene oxide, and 6,970 g of propylene oxide, and after carrying out the reaction for 10 hours at 
115°C, the reaction mixture was subjected to neutralization and desalting to obtain 17,100 g of a tetrafunctional ethyl- 
ene oxide-propylene oxide random copolymer. The molecular weight of the copolymer was 17,700 (as calculated from 
the hydroxyl group value). 

30 [0036] In a 5-liter four-necked flask were placed 1 ,770 g (0.1 mol) of the above-described copolymer, 43g (0.6mol) of 
acrylic acid, 1 ,500 g of toluene, and 10 g of p-toluenesulfonic acid as a catalyst, and after carrying out the reaction for 
12 hours with stirring under refluxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the purified product to provide the desired tetrafunctional 
terminal acryloyl-modified ethylene oxide-propylene oxide random copolymer (the compound of the formula (II) wherein 

35 R, R 1 , R 2 , R 3 , m and n were as follows). 



R: 



45 



SO 



CH 2 0- 
I 

CHO- 
I 

CH 2 ^ 

CH2 ' 
I 

CHO- 
I 

CH 2 0- 



55 R 1 : H, R 2 : CH 3 , R 3 : H. m: 60, n: 30 

[0037] The molecular weight of the polymer was 1 7,900 (as calculated from GPC). 



7 
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[Synthesis Example 5 (Compound No. A-5)] 

[0038] In a 25-liter autoclave were placed 1 66 g of diglycerol as a starting material, 58 g of potassium hydroxide as a 
catalyst, 5,320 g of ethylene oxide, and 13,990 g of propylene oxide, and after carrying out the reaction for 12 hours at 
5 1 15°C, the reaction mixture was subjected to neutralization and desalting to obtain 19,300 g of a tetrafunctional ethyl- 
ene oxide-propylene oxide random copolymer. The molecular weight of the copolymer was 19,370 (as calculated from 
the hydroxy! group value). 

[0039] In a 5-liter four-necked flask were placed 1 ,937 g (0.1 mol) of the above-described copolymer, 43g (0.6mol) of 
acrylic acid, 1 ,200 g of toluene, and 1 0 g of p-toluenesulfonic acid as a catalyst, and after carrying out the reaction for 
10 12 hours with stirring under refluxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the purified product to provide the desired tetrafunctional 
terminal acryloyl-modHied ethylene oxide-propylene oxide random copolymer (the compound of the formula (II) wherein 
R, R 1 , R 2 , R 3 , m and n were as follows). 

15 R: 



CH 2 0- 
I 

CHO- 
I 

CH 2 ^ 



O 



25 




CHO- 
I 

CH 2 0- 



R 1 : H, R 2 : CH 3 , R 3 : H, m: 30. n: 6 

35 

[0040] The molecular weight of the polymer was 1 9.590 (as calculated from GPC). 
[Synthesis Example 6 (Compound No. A-6)] 

40 [0041] In a 30-liter autoclave were placed 136 g of pentaerythritol as a starting material, 78 g of potassium hydroxide 
as a catalyst, and 14,130 g of ethylene oxide, and the reaction was carried oat for 1 1 hours at 140°C. Then, 1 1 .700 g 
of propylene oxide was added to the reaction mixture, and after carrying out the reaction for 16 hours at 1 10°C, the 
reaction mixture was subjected to neutralization and desalting to obtain 25,900 g of a tetrafunctional ethylene oxide-pro- 
pylene oxide block copolymer. The molecular weight of the copolymer was 26,000 (as calculated from the hydroxyl 

45 group value). 

[0042] In a 5-liter four-necked flask were placed 2.600 g (0.1 mol) of the above-described copolymer, 52 g (0.6 mol) 
of methacrylic acid, 1 ,500 g of toluene, and 30 g of p-toluenesulfonic acid as a catalyst, and after carrying out the reac- 
tion for 12 hours with stirring under refluxing while removing water, the reaction mixture was subjected to neutralization 
and desalting for purification. Then, the toluene was removed from the purified product to provide the desired tetrafunc- 
50 tional terminal acryloyl-modrfied ethylene oxide-propylene oxide block copolymer (the compound of the formula (II) 
wherein R, R 1 , R 2 , R 3 , m and n were as follows). 

R: 



8 



EP 0 923 147 A2 



CH 2 0- 
I 

-OCH 2 CCH 2 0- 
I 

CH 2 0- 



R 1 : H, R 2 : CH 3 , R 3 : CH 3 , m: 80, n: 50 
[0043] The molecular weight of the polymer was 26,230 (as calculated from GPC). 
[Synthesis Example 7 (Compound No. A-7)] 

[0044] In a 30-liter autoclave were placed 166 g of diglycerol as a starting material, 40 g of potassium hydroxide, and 
1 1,600 g of propylene oxide, and after carrying out the reaction for 15 hours at 120°C, the reaction mixture was sub- 
jected to neutralization and desalting to obtain 1 1 ,650 g of a tetrafunctional propylene oxide homopolymer. The molec- 
ular weight of the polymer was 1 1 ,760 (as calculated from the hydroxyl group value). 

[0045] In a 5-liter four-necked flask were placed 1 ,1 76 g (0. 1 mol) of the above-described polymer, 43 g (0.6 mol) of 
acrylic acid. 1,500 g of toluene, and 12 g of p-toluenesu!fonic acid as a catalyst, and after carrying out the reaction for 
15 hours with stirring under refluxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the purified product to provide the desired tetrafunctional 
terminal acryloyl-modified propylene oxide homopolymer (the compound of the formula (II) wherein R, R 1 , R 3 , m and n 
were as follows). 

R: 



CH 2 0- 
I 

CHO- 
I 

CH 2 _ 



CH 2 
I 

CHO- 
I 

CH 2 0- 



R 1 :CH 3 , R 3 : H, m: 50, n: 0 
[0046] The molecular weight of the polymer was 1 1 ,980 (as calculated from GPC). 
[Synthesis Example 8 (Compound No. A-8)] 

[0047] In a 20-liter autoclave were placed 136 g of pentaerythritol as a starting material, 48 g of potassium hydroxide 
as a catalyst, and 1 5.860 g of butylene oxide, and the reaction was carried out for 18 hours at 120°C. Then, the reaction 
mixture was subjected to neutralization and desalting to obtain 15.930 g of a tetrafunctional butylene oxide homopoly- 
mer. The molecular weight of the polymer was 15,990 (as calculated from the hydroxyl group value). 
[0048] In a 5-liter four-necked flask were placed 1 .599 g (0. 1 mol) of the above-described polymer, 43 g (0.6 mol) of 
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acrylic acid. 1 ,600 g of toluene, and 40 g of p-toluenesulfonic acid, and after carrying out the reaction for 12 hours with 
stirring under ref luxing while removing water, the reaction mixture was subjected to neutralization and desalting for puri- 
fication. Then, the toluene was removed from the purified product to provide the desired tetrafunctional terminaJ-modi- 
fied butylene oxide homopolymer (the compound of the formula (II) wherein R. R 1 . R 3 . m and n were as follows). 



R 1 :C2H 5 , R 3 :H, m: 55. n: 0 
[0049] The molecular amount of the polymer was 1 6,270 (as calculated from GPC). 
[Synthesis Example 9 (Compound No. A-9)] 

[0050] In a 20-liter autoclave were placed 166 g of diglycerol as a starting material, 30 g of potassium hydroxide as a 
catalyst. 7,040 g of ethylene oxide, and 2.880 g of butylene oxide, and the reaction was carried out for 14 hours at 
1 10°C. Then, the reaction mixture was subjected to neutralization and desalting for purification to obtain 9,800 g of a 
tetrafunctional ethylene oxide-butylene oxide random copolymer. The molecular weight of the polymer was 10,090 (as 
calculated from the hydroxy) group value). 

[0051] In a 5-liter four-necked flask were placed 1 ,009 g (0.1 mol) of the above-described polymer, 43 g (0.6 mol) of 
acrylic acid, 2,000 g of toluene, and 40 g of p-toluenesulfonic acid as a catalyst, and after carrying out the reaction for 
10 hours with stirring under ref luxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the purified product to provide the desired tetrafunctional 
terminal acryloyl-modified ethylene oxide-butylene oxide random copolymer (the compound of the formula (II) wherein 
R, R 1 , R 2 , R 3 , m and n were as follows). 



R: 



CH 2 Q- 



-OCH 2 CCH 2 0- 



CH 2 Q- 



R: 



CH 2 Q- 



CHO- 




CHO- 



CH 2 0- 



R 1 : H, R 2 : C2H 5 , R 3 : H, m: 40, n: 10 



[0052] The molecular weight of the polymer was 10,300 (as calculated from GPC). 
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[Synthesis Example 10 (Compound No. A-10)] 

[0053] In a 1 5-liter autoclave were placed 1 66 g of diglycerol as a starting material, 32 g of potassium hydroxide as a 
catalyst, 9,290 g of propylene oxide, and 1,460 g of butylene oxide and the reaction was carried out for 16 hours at 
1 10°C. Then, the reaction mixture was subjected to a neutralization treatment, a desalting treatment, and a purification 
treatment to obtain 9,900 g of a tetrafu notional propylene oxide -butylene oxide random copolymer. The molecular 
weight of the copolymer was 10,900 (as calculated by the hydroxyl group value). 

[0054] In a 3-liter four-necked flask were placed 1 ,090 g (0.1 mol) of the above-described polymer, 52 g (0.6 mol) of 
methacrylic acid, 1 ,300 g of toluene, and 7.5 g of sulfuric acid as a catalyst, and after carrying out the reaction for 12 
hours with stirring under ref luxing while removing water, the reaction mixture was subjected to neutralization and desalt- 
ing for purification. Then, the toluene was removed from the purified product to provide the desired tetrafunctional ter- 
minal methacryloyl-modrfied propylene oxide-butylene oxide random copolymer (the compound of the formula (II) 
wherein R, R 1 , R 2 , R 3 , m and n were as follows). 



R 1 : CH 3 , R 2 : C 2 H 5 , R 3 : CH 3 , m: 40. n: 5 
[0055] The molecular weight of the polymer was 1 1 , 1 70 (as calculated from GPC). 

[0056] The structures and the molecular weights of the tetrafunctional terminal-modified alkylene oxide polymers 
obtained in Synthesis Examples 1 to 10 are shown in Table 1 below. 



R: 



CH 2 0- 



CHO- 




CHO- 



CH 2 0- 
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Table 1 



[Tetrafunctional terminal-modified alkylene oxide-modified polymer] 


Compound 

l\IO. 


Starting 
material 1 


Monomer" 2 


Monomer 

... *3 

disposition * 


Molecular 
weight 


Terminal 
group * 


Molecular 
weight 






EO 


PO 


BO 










A-1 


DG 


35 






i_j 

n 


O.OOU 


A 


6,570 


A-2 


DG 


28 


7 




R 


6,820 


A 


7,040 


A-3 


DG 


40 


10 




R 


9,530 


A 


9,750 


A-4 


DG 


60 


30 




R 


17,700 


A 


17,900 


A-5 


DG 


30 


60 




R 


19,370 


A 


19,590 


A-6 


PE 


80 


50 




B 


26.000 


M 


26,230 


A-7 


DG 




50 




H 


11.760 


A 


11,980 


A-8 


PE 






55 


H 


15,990 


A 


16.270 


A-9 


DG 


40 




10 


R 


10,090 


A 


10,300 


A-10 


DG 




40 


5 


R 


10.900 


M 


11,170 



•1 : DG: Diglycerol, PE: Pentaerythrrtol 

•2: EO: Ethylene oxide, PO: Propylene oxide, BO: Butylene oxide 

In addition, the numeral shows the monomer unit number per polyalkylene oxide chain. 

*3: H: Homopolymer, R: Random polymer, B: Block polymer 

"4: A: Acrylate, M: Methacrylate 



[Comparative Synthesis Example 1 (Compound No. B-1)] 

[0057] In a 5-liter autoclave were placed 92 g of glycerol as a starting material, 1 1 g of potassium hydroxide as a cat- 
alyst, 2,640 g of ethylene oxide, and 870 g of propylene oxide and the reaction was carried out for 8 hours at 1 15°C. 
Then, the reaction mixture was subjected to neutralization and desalting for purification to obtain 3.580 g of a Afunc- 
tional ethylene oxide-propylene oxide random copolymer. The molecular weight of the copolymer was 3,600 (as calcu- 
lated from the hydroxyl group value). 

[0058] In a 2-liter four-necked flask were placed 720 g (0.2 mol) of the above-described copolymer, 65 g (0.9 mol) of 
acrylic acid, 1 ,000 g of toluene, and 5 g of p-toluenesulfonic acid as a catalyst, the mixture was stined under ref luxing, 
and water was removed from the reaction mixture to provide a Afunctional terminal acryloyl -modified ethylene oxide- 
propylene oxide random copolymer. The molecular weight of the copolymer was 3,760 (as calculated from GPC). 

[Comparative Synthesis Example 2 (Compound No. B-2)] 

[0059] In a 10-liter autoclave were placed 106 g of diethylene glycol as a starting material. 21 g of potassium hydrox- 
ide as a catalyst, 3,530 g of ethylene oxide, and 3,500 g of propylene oxide, and the reaction was carried out for 8 hours 
at 120°C. Then, the reaction mixture was subjected to neutralization and desalting for purification to obtain 6.900 g of 
Afunctional ethylene oxide-propylene oxide random copolymer. The molecular weight of the copolymer was 7,100 (as 
calculated from the hydroxyl group value). 

[0060] In 3-liter four-necked flask were placed 1 ,420 g (0.2 mol) of the above-described copolymer, 43 g (0.6 mol) of 
acrylic add, 1,420 g of toluene, and 2 g of concentrated sulfuric acid as a catalyst, and after canying out the reaction 
for 1 0 hours with stirring under ref luxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the purified product to provide a desired Afunctional ter- 
minal acrytoyl-modif ied ethylene oxide-propylene oxide random copolymer. The molecular weight of the copolymer was 
7,210 (as calculated from GPC). 

[Comparative Synthesis Example 3 (Compound No. B-3)] 

[0061] In a 5-liter autoclave were placed 134 g of trimethyloipropane as a starting material. 5.9 g of potassium hydrox- 
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ide as a catalyst, 1 ,320 g of ethylene oxide, and 522 g of propylene oxide, and the reaction was carried out for 5 hours 
at 115°C. Then, the reaction mixture was subjected to neutralization and desalting for purification to obtain 1,920 g of 
a Afunctional ethylene oxide-propylene oxide random copolymer. The molecular weight of the copolymer was 1 .970 (as 
calculated from the hydroxyl group value). 

[0062] In a 3-liter four-necked flask were placed 985 g (O.Smol) of the above-described copolymer, 1 62 g (2.25 mols) 
of acrylic acid, 1 ,000 g of toluene, and 5 g of p-toluenesulfonic acid as a catalyst, and after carrying out the reaction for 
10 hours with stirred under refiuxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the reaction mixture to provide a Afunctional terminal 
acryloyl-modified ethylene oxide-propylene oxide random copolymer. The molecular weight of the copolymer was 2,130 
(as calculated from GPC). 

[Comparative Synthesis Example 4 (Compound No. B-4)] 

[0063] In a 1 0-liter autoclave were placed 1 66 g of diglycerol as a starting material, 20 g of potassium hydroxide as a 
catalyst, 1,760 g of ethylene oxide, and 2,880 g of butylene oxide, and the reaction was carried out for 12 hours at 
1 15°C. Then, the reaction mixture was subjected to neutralization and desalting for purification to obtain 4,790 g of a 
tetrafunctional ethylene oxide-butyl ene oxide random copolymer. The molecular weight of the copolymer was 4,800 (as 
calculated from the hydroxyl group value). 

[0064] In a 3-liter four-necked flask were placed 480 g (0.1 mol) of the above<iescribed copolymer, 52 g (0.6 mol) of 
methacrylic acid. 1,000 g of toluene, and 5 g of sulfuric acid as a catalyst, and after carrying out the reaction for 10 
hours with stirring under refiuxing while removing water, the reaction mixture was subjected to neutralization and desalt- 
ing for purification. Then, the toluene was removed from the purified product to provide a tetrafunctional terminal acry- 
loyl-modified ethylene oxide-butylene oxide random copolymer. The molecular weight of the copolymer was 5,010 (as 
calculated from GPC). 

[Comparative Synthesis Example 5 (Compound No. B-5)] 

[0065] In a 10-liter autoclave were placed 136 g of pentaerythritol as a starting material. 18 g of potassium hydroxide 
as a catalyst, and 3,520 g of ethylene oxide, and the reaction was carried out for 10 hours at 100°C. Then, 2.320 g of 
propylene oxide was added to the mixture, and after carrying out the reaction for 1 2 hours at 1 15°C. the reaction mixture 
was subjected to neutralization and desalting for purification to obtain 5,800 g of a tetrafunctional ethylene oxide-pro- 
pylene oxide block copolymer. The molecular weight of the copolymer was 5,970 (as calculated from the hydroxyl group 
value). 

[0066] In a 5-liter four-necked flask were placed 1 ,194 g (0.2 mol) of the above-described copolymer, 86.5 g (1 .2 mols) 
of acrylic acid, 2,000 g of toluene, and 20 g of p-toluenesulfonic acid as a catalyst, and after carrying out the reaction 
for 10 hours with stirring under refiuxing while removing water, the reaction mixture was subjected to neutralization and 
desalting for purification. Then, the toluene was removed from the purified product to provide a tetrafunctional terminal 
acryloyl-modified ethylene oxide-propylene oxide block copolymer. The molecular weight of the copolymer was 6.180 
(as calculated from GPC). 

[0067] The structures and the molecular weights of the copolymers obtained in these Comparative Synthesis Exam- 
ples are shown in Table 2 below. 
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Table 2 





[Comparative Copolymers] 


Compound 
No. 


Starting 
material* 1 


Monomer" 2 


Monomer 
disposition" 3 


Molecular 
weight 


Terminal 
group* 4 


Molecular 
weight 






EO 


PO 


BO 










B-1 


G 


20 


5 




R 


3,600 


A 


3,760 


B-2 


DEG 


80 


60 




R 


7,100 


A 


7.210 


B-3 


T 


10 


3 




R 


1,970 


A 


2,130 


B-4 


DG 


10 




10 


R 


4,800 


M 


5,010 


B-5 


PE 


20 


10 




B 


5,970 


A 


6,180 



•1 : G: Glycerol, DEG: Diethylene glycol, T: Trimethyloipropane, DG: Diglycerol, PE: Pentaerythritol 
*2: EO. Ethylene oxide, PO: Propylene oxide, BO: Butylene oxide 

In addition, the numeral shows the number of the monomer unit per polyalkylene oxide chain. 
*3: R: Random copolymer, B: Block copolymer 
*4: A: Acrylate, M: Methacrylate 



[0068] Then, using Compound Nos. A-1 to A-10 and Compound Nos. B-1 to B-5 produced in the above-described 
Synthesis Examples and Comparative Synthesis Examples, batteries were prepared as follows, and the properties of 
them were determined. 

Example 1 



[0069] To 8 g of LiCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
up of 1 g of Compound No. A-1 and 4 g of propylene carbonate having dissolved therein lithium perchlorate at a ratio 
of 1 mol/hter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, the mixture 
was cast on an aluminum plate having a thickness of 20 u/n and a diameter of 12 mm, and the cast layer was 
crosslinked using an electro-curtain type electron beams irradiation apparatus in an argon gas atmosphere under the 
conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads to obtain a positive elec- 
trode having a thickness of 1 00 urn 

[0070] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 50 urn 

[0071] Also, to 7 g of a carbon powder as a negative electrode active substance were added 0.3 g of polyvinylidene 
fluoride (hereinafter, is referred to as PVDF) and 10 g of N-methyl-2-pyrrolidone to form a mixture in a paste form, the 
paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C, the coated layer was press- 
stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 100 uin. 

[0072] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a f luorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery 

Example 2 



[0073] To 8 g of LiCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
up of 1 g of Compound No. A-2 and 6 g of propylene carbonate having dissolved therein lithium perchlorate at a ratio 
of 0.5 mol/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, the mixture 
was cast on an aluminum plate having a thickness of 20 pm and a diameter of 12 mm, and the cast layer was 
crosslinked using an electro-curtain type electron beams irradiation apparatus in an argon gas atmosphere under the 
conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads to obtain a positive elec- 
trode having a thickness of 1 00 um. 

[0074] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 100 um. 
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[0075] Also, to 7 g of a carbon powder added 0.3 g of PVDF and 10 g of N-methyl-2-pyrrolidone to form a mixture in 
a paste form, the paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C, the coated 
layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 100 jim. 
[0076] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a f luorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Example 3 

[0077] To 8 g of LiCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
up of 1 g of Compound No. A-3 and 6 g of y-butyrolactone having dissolved therein lithium perchlorate at a ratio of 1 .2 
mols/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, the mixture was 
cast on an aluminum plate having a thickness of 20 \im and a diameter of 12 mm. After press-sticking thereto at 1 
ton/cm 2 , the cast layer was crosslinked using an electro-curtain type electron beams irradiation apparatus in an argon 
gas atmosphere under the conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads 
to obtain a positive electrode having a thickness of 100 jim. 

[0078] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 1 00 urn. 

[0079] Also, to 7 g of a carbon powder were added 0.3 g of PVDF and 1 0 g of N-methyl-2-pyrrolidone to form a mixture 
in a paste form, the paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C. the 
coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 100 urn. 
[0080] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a f luorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Example 4 

[0081 ] To 8 g of LiCo 0 .8Ni 0 . 2 O 2 as a P ositive electrode active substance were added 3 g of a solid electrolyte precursor 
made up of 1 g of Compound No. A-3 and 6 g of y-butyrolactone having dissolved therein lithium perchlorate at a ratio 
of 1 .2 mols/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, the mix- 
ture was cast on an aluminum plate having a thickness of 20 *im and a diameter of 12 mm. After press-sticking thereto 
at 1 ton/cm 2 , the cast layer was crosslinked using an electro-curtain type electron beams irradiation apparatus in an 
argon gas atmosphere under the conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 
Mrads to obtain a positive electrode having a thickness of 100 urn. 

[0082] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 100 urn 

[0083] Also, to 7 g of a carbon powder were added 0.3 g of PVDF and 10 g of N-methyl-2-pyrrolidone to form a mixture 
in a paste form, the paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C, the 
coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 100 jim. 
[0084] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Example 5 

[0085] To 8 g of LiCo 0 2 Ni 0 8 0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor 
made up of 1 g of Compound No. A-3 and 6 g of y-butyrolactone having dissolved therein lithium perchlorate at a ratio 
of 1.2 mols/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, the mix- 
ture was cast on an aluminum plate having a thickness of 20 j±m and a diameter of 12 mm. After press-sticking thereto 
at 1 ton/cm 2 , the cast layer was crosslinked using an electro-curtain type electron beams irradiation apparatus in an 
argon gas atmosphere under the conditions of an acceleration voltage of 250 kV and an electron beds dosage of 10 
Mrads to obtain a positive electrode having a thickness of 100 jim. 

[0086] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 100 M.m. 

[0087] Also, to 7 g of a carbon powder were added 0.3 g of PVDF and 10 g of N-methyl-2-pyrrolidone to form a mixture 
in a paste form, the paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C. the 
coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 100 nm. 
[0088] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
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tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 
Example 6 

5 [0089] To 8 g of LiCo 0 .iNi 0 .8AI0.1O2 as a positive electrode active substance were added 3 g of a solid electrolyte pre- 
cursor made up of 1 g of Compound No. A-3 and 6 g of y-butyrolactone having dissolved therein lithium perchlorate at 
a ratio of 1 .2 mols/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, 
the mixture was cast on an aluminum plate having a thickness of 20 *im and a diameter of 12 mm. After press-sticking 
thereto at 1 ton/cm 2 , the cast layer was crosslinked using an electro-curtain type electron beams irradiation apparatus 

io in an argon gas atmosphere under the conditions of an acceleration voltage of 250 kV and an electron beams dosage 
of 10 Mrads to obtain a positive electrode having a thickness of 100 urn. 

[0090] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 100 jim. 
is [0091] Also, to 7 g of a carbon powder as a negative electrode active substance were added 0.3 g of PVDF and 10 g 
of N-methyl-2-pyrrolidone to form a mixture in a paste form, the paste was coated on a copper foil, and after drying in a 
vacuum the coated layer at 200°C, the coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode 
having a thickness of 100 u.m. 

[0092] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
20 tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Example 7 

[0093] To 8 g of UCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
25 up of 1 g of Compound No. A-4, 2 g of propylene carbonate having dissolved therein lithium tetraborof luoride at a ratio 
of 1.0 mol/liter, and 4 g of 1 ,2-dimethoxyethane having dissolved therein lithium tetraborof luoride at a ratio of 1.0 
mol/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, the mixture was 
cast on an aluminum plate having a thickness of 20 urn and a diameter of 12 mm. After press-struck thereto at 1 
ton/cm 2 , the cast layer was crosslinked using an electro-curtain type electron beams irradiation apparatus in an argon 
30 gas atmosphere under the conditions of an acceleration voltage of 250 kV and an electron beams dosage of 1 0 Mrads 
to obtain a positive electrode having a thickness of 100 urn. 

[0094] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 1 00 urn. 
35 [0095] Also, to 7 g of a carbon powder were added 0.3 g of PVDF and 1 0 g of N-methyl-2-pyrrolidone to form a mixture 
in a paste form, the paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C, the 
coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 100 utn. 
[0096] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

40 

Example 8 

[0097] To 8 g of LiCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
up of 1 g of Compound No. A-5, 1 g of ethylene carbonate having dissolved therein lithium thiocyanate at a ratio of 1 .5 

45 mols/liter, and 1 g of y-butyrolactone having dissolved therein lithium thiocyanate at a ratio of 1 .5 mols/liter, and 2 g of 
acetylene black as an electroconductive agent, and after mixing them on a mortar, the mixture was cast on an aluminum 
plate having a thickness of 20 and a diameter of 12 mm. After press-sticking thereto at 1 ton/cm 2 , the cast layer was 
crosslinked using an electro-curtain type electron beams irradiation apparatus in an argon gas atmosphere under the 
conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads to obtain a positive elec- 

50 trode having a thickness of 1 00 jim. 

[0098] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 50 pm. 

[0099] Also, to 7 g of a carbon powder as a negative electrode active substance was added 3 g of a solid electrolyte 
55 precursor made up of 1 g of Compound A-5 and 1 g of y-butyrolactone having dissolved therein lithium thiocyanate at 
a ratio of 1 .5 mols/lrter, and after mixing them on a mortar, the mixture was cast on a copper foil having a thickness of 
20 urn and a diameter of 12 mm. After press-sticking at 1 ton/cm 2 , the cast layer was crosslinked using an electro-cur- 
tain type electron irradiation apparatus in an argon gas atmosphere under the conditions of an accelerating voltage of 
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250 kV and an electron beams dosage of 10 Mrads to obtain a negative electrode layer having a thickness of 100 *im. 
[0100] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a f luorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Example 9 

[0101] To 8 g of UMn 2 0 4 as a positive electrode active substance were added 3 g of a solid electrolyte precursor 
made up of 1 g of Compound No. A-6 and 15 g of propylene carbonate having dissolved therein lithium trifluorometh- 
anesulfonate at a ratio of 2 mols/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them 
on a mortar, the mixture was cast on an aluminum plate having a thickness of 20 urn and a diameter of 12 mm. After 
press-sticking thereto at 1 ton/cm 2 , the cast layer was crosslinked using an electrocurtain type electron beams irradia- 
tion apparatus to obtain a positive electrode having a thickness of 100 jim. 

[01 02] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 50 um. 

[0103] Also, to 7 g of a carbon powder as a negative electrode active substance was added 3 g of a solid electrolyte 
precursor made up of 1 g of Compound A-6 and 15 g of ethylene carbonate having dissolved therein lithium trifluor- 
omethanesulfonate at a ratio of 2 mols/liter, and after mixing them on a mortar, the mixture was cast on a copper foil 
plate having a thickness of 20 nm and a diameter of 12 mm. After press-sticking at 1 ton/cm 2 , the cast layer was 
crosslinked using an electrocurtain type electron irradiation apparatus in an argon gas atmosphere under the conditions 
of an accelerating voltage of 250 kV and an electron beams dosage of 10 Mrads to obtain a negative electrode layer 
having a thickness of 100 jim. 

[0104] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Example 10 

[0105] To 8 g of UMn 2 0 4 as a positive electrode active substance were added 3 g of a solid electrolyte precursor 
made up of 1 g of Compound No. A-7, 2.5 g of ethylene carbonate having dissolved therein lithium tetraborate at a ratio 
of 1 mol/liter, and 4 g of diethyl carbonate having dissolved therein lithium tetraborate at a ratio of 1 mol/liter, and 2 g of 
acetylene black as an electroconductive agent, and after mixing them on a mortar, the mixture was cast on an aluminum 
plate having a thickness of 20 urn and a diameter of 12 mm. After press-sticking thereto at 1 ton/cm 2 , the cast layer was 
crosslinked using an electro-curtain type electron beams irradiation apparatus to obtain a positive electrode having a 
thickness of 1 00 pm. 

[01 06] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 50 pm. 

[01 07] Also, to 7 g of a carbon powder as a negative electrode active substance were added 0.3 g of PVDF and 1 0 g 
of N-methyl-2-pyrrolidone to form a mixture in a paste form, the paste was coated on a copper foil plate having a thick- 
ness of 20 um and a diameter of 1 2 mm, and the coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative 
electrode having a thickness of 1 00 um. 

[0108] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Example 11 

[0109] To 8 g of V 2 0 5 as a positive electrode active substance were added 3 g of acetylene black, 0.2 g of PVDF, and 
10 g of N-methyl-2-pyrrolidone to form a mixture in a paste form, the paste was coated on a stainless steel sheet having 
a thickness of 20 jim and a diameter of 12 mm, and after drying in a vacuum at 200°C, the coated layer was stuck 
thereto at 1 ton/cm 2 to obtain a positive electrode having a thickness of 100 t±m. 

[01 1 0] Then, after coating on the positive electrode a solid electrolyte precursor made up of 1 g of the Compound A- 
8 and 2.5 g of sulfolane having dissolved therein lithium perchlorate at a ratio of 0.8 mol/liter with a wire coater, the 
coated layer was crosslinked using an electro-curtain type electron irradiation apparatus in an argon gas atmosphere 
under the conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads to form a solid 
electrolyte layer having a thickness of 50 iim. 

[01 1 1 ] The above-described solid electrolyte layer and a metallic lithium layer having a thickness of 50 pm and a diam- 
eter of 12 mm as a negative electrode layer were stuck to each other, and the assembly was tightly enclosed in a fluor- 
ocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 



17 



EP 0 923 147 A2 



Example 12 

[01 12] To 8 g of V 2 O s as a positive electrode active substance were added 3 g of acetylene black. 0.2 g or PVDF. and 
10 g of N-methyl-2-pyrrolidone to form a mixture in a paste form, the paste was coated on a stainless steel sheet having 
a thickness of 20 um and a diameter of 12 mm, and after drying in a vacuum at 200°C, the coated layer was stuck 
thereto at 1 ton/cm 2 to obtain a positive electrode having a thickness of 100 um. 

[0113] Then, after coating on the positive electrode a solid electrolyte precursor made up of 1 g of the Compound A- 
9 and 4 g of propylene carbonate having dissolved therein lithium perchlorate at a ratio of 1 .2 mol/liter with a wire coater, 
the coated layer was crosslinked using an electro-curtain type electron irradiation apparatus in an argon gas atmos- 
phere under the conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads to form a 
solid electrolyte layer having a thickness of 50 \im. 

[0114] The solid electrolyte layer and a metallic lithium layer having a thickness of 50 um and a diameter of 12 mm 
as a negative electrode layer were stuck to each other, and the assembly was tightly enclosed in a fluorocarbon resin- 
made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Example 13 

[01 15] To 8 g of LiCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
up of 1 g of the Compound A-10 and 8 g of propylene carbonate having dissolved therein bistrrfluoromethylsulfonylimi- 
dolithium at a ratio of 1 .5 mols/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on 
a mortar, the mixture was cast on an aluminum plate having a thickness of 20 um and a diameter of 12 mm, and the 
cast layer was crosslinked using an electro-curtain type electron beams irradiating apparatus in an argon gas atmos- 
phere under the conditions of an accelerating voltage of 250 kV and an electron beams dosage of 10 Mrads to obtain 
a positive electrode having a thickness of 100 um. 

[0116] Then, after further coating the solid electrolyte precursor on the positive electrode with a wire coater, the 
coated layer was crosslinked using the by the same manner as described above to form a solid electrolyte layer having 
a thickness of 50 um. 

[01 1 7] Also, to 7 g of a carbon powder were added 0.3 g of PVDF and 1 0 g of N-methyl-2-pyrrolidone to form a mixture 
in a paste form, the past was coated on a copper foil, and after drying in a vacuum at 200°C, the coated layer was press- 
stuck thereto at 1 ton/cm 2 to obtain a negative electrode layer having a thickness of 100 um. 

[0118] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Comparativ e Example 1 

[01 19] To 8 g of LiCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
up of 1 g of Compound No. A-1 and 1 g of propylene carbonate having dissolved therein lithium perchlorate at a ratio 
of 1.0 mol/liter, and 2 g of acetylene black as an electroconductive agent, after mixing them on a mortar, the mixture 
was cast on an aluminum plate having a thickness of 20 um and a diameter of 1 2 mm and the cast layer was crosslinked 
using an electro-curtain type electron beams irradiation apparatus in an argon gas atmosphere under the conditions of 
an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads to obtain a positive electrode having a 
thickness of 100 um. 

[01 20] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, and the coated 
layer was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form 
a solid electrolyte layer having a thickness of 50 um. 

[01 21 ] Also, to 7 g of a carbon powder were added 0.3 g of PVDF and 1 0 g of N-methyl-2-pyrrolidone to form a mixture 
in a paste form, the paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C, the 
coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 1 00 um. 
[0122] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Comparative Example 2 

[0123] As a solid electrolyte precursor, 1 g of the Compound B-1 was mixed with 4 g of propylene carbonate having 
dissolved therein lithium perchlorate at a ratio of 1.0 mol/liter. While it was attempted to obtain a positive electrode by 
the same manner as in Example 1 using the mixture described above, the crosslinWng was insufficient. Also, to make 
sure, it was tried to crosslink the solid electrolyte precursor singly. However, only a brittle solid electrolyte was obtained, 
and a battery could not be prepared. 
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Comparative Example 3 

[0124] To 8 g of LiCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
up of 1 g of Compound No. B-2 and 3 g of propylene carbonate having dissolved therein lithium perchlorate at a ratio 

5 of 1 .2 mols/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, the mix- 
ture was cast on an aluminum plate having a thickness of 20 um and a diameter of 12 mm, and the cast layer was 
crosslinked using an electro-curtain type electron beams irradiation apparatus in an argon gas atmosphere under the 
conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads to obtain a positive elec- 
trode having a thickness of 100 urn. 

10 [01 25] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 50 um. 

[01 26] Also, to 7 g of a carbon powder were added 0.3 g of PVDF and 1 0 g of N-methyl-2-pyrrolidone to form a mixture 
in a paste form, the paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C, the 
is coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 100 urn. 

[0127] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 

Comparative Example 4 

20 

[0128] As a solid electrolyte precursor, 1 g of the Compound B-3 was mixed with 4 g of propylene carbonate having 
dissolved therein lithium perchlorate at a ratio of 2.0 mol/liter. While it was attempted to obtain a positive electrode by 
the same manner as in Example 1 using the mixture described above, the crosslinking was insufficient. Also, to make 
sure, it was tried to crosslink the solid electrolyte precursor singly. However, only a brittle solid electrolyte was obtained, 
25 and a battery could not be prepared. 

Comparative Example 5 

[0129J As a solid electrolyte precursor, 1 g of the Compound B-4 was mixed with 4 g of propylene carbonate having 
30 dissolved therein lithium perchlorate at a ratio of 1 .0 mol/liter, and it was attempted to obtain a positive electrode by the 
same manner as in Example 1 using the mixture described above. However, the crosslinking was insufficient. Also, to 
make sure, it was tried to crosslinking the solid electrolyte precursor singly, but only a brittle solid electrolyte was 
obtained, and a battery could not be prepared. 

35 ComparatiYe Example 6 

[0130] To 8 g of LiCo0 2 as a positive electrode active substance were added 3 g of a solid electrolyte precursor made 
up of 1 g of Compound No. B-5 and 1 g of propylene carbonate having dissolved therein lithium perchlorate at a ratio 
of 1 .0 mol/liter, and 2 g of acetylene black as an electroconductive agent, and after mixing them on a mortar, the mixture 
40 was cast on an aluminum plate having a thickness of 20 *im and a diameter of 12 mm, and the cast layer was 
crosslinked using an electro-curtain type electron beams irradiation apparatus in an argon gas atmosphere under the 
conditions of an acceleration voltage of 250 kV and an electron beams dosage of 10 Mrads to obtain a positive elec- 
trode having a thickness of 100 urn. 

[01 31 ] After further coating the solid electrolyte precursor on the positive electrode with a wire coater, the coated layer 
45 was crosslinked using the electron beams irradiation apparatus by the same manner as described above to form a solid 
electrolyte layer having a thickness of 50 \im. 

[01 32] Also, to 7 g of a carbon powder were added 0.3 g of PVDF and 1 0 g of N-methyl-2-pyrrolidone to form a mixture 
in a paste form, the paste was coated on a copper foil, and after drying in a vacuum the coated layer at 200°C, the 
coated layer was press-stuck thereto at 1 ton/cm 2 to obtain a negative electrode having a thickness of 100 urn. 
so [0133] The solid electrolyte layer and the negative electrode layer were stuck to each other, and the assembly was 
tightly enclosed in a fluorocarbon resin-made cell shown in Fig. 1 to obtain a novel lithium solid battery. 
[0134] The compositions of the batteries prepared in these Examples and Comparative Examples are shown in Table 
3 below. 

55 
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[0135] On each of the solid batteries prepared in the Examples and Comparative Examples, a charging-discharging 
cycle test was carried out. The test conditions and the results obtained are shown in Table 4. The test was carried out 
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at 25°C with constant electric current charging-discharging, and the initial capacity and the cycle number of times when 
the capacity became 80% of the initial capacity were measured. 
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[01 36] As described above, the solid battery of the present invention not only gives no liquid leakage occurring in case 
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of using a liquid electrolyte but also has the electric capacity comparable to a battery of a liquid electrolyte system and 
an excellent mechanical strength by employing the specific solid electrolyte. Accordingly, the present invention can pro- 
vide a solid battery having a high reliability and giving advantages for light-weighting the product incorporated with a 
battery and short-sizing and thinning the product, which is used as back up electric sources of electron instruments, 
electric sources for watches, electric sources for cameras, electric sources of pacemakers, etc. 

Claims 

1 . A solid battery using a solid electrolyte obtained by dissolving a tetrafunctional high-molecular compound and an 
electrolyte salt in a solvent and crosslinking the solution by the irradiation of an actinic radiation and/or by heating, 
wherein the solid electrolyte is one obtained by using a tetrafunctional terminal acryloyl-modified alkylene oxide 
polymer having a high-molecular chain represented by following formula (I) as the above-described tetrafunctional 
high-molecular compound, compounding the solvent with the polymer at a ratio of from 220 to 1 .900% by weight to 
the above-described tetrafunctional high-molecular compound, and crosslinking the compounded mixture: 

R« R* R3 

' ' I 

- (CHjCHO) (CH 2 CH0) „-C0-C = CH 2 (I) 



wherein R 1 and R 2 each represents a hydrogen atom or a lower alkyl group; R 3 represents a hydrogen atom or a 
methyl group; m and n each represents 0 or an integer of at least 1 ; in one high-molecular chain, m + n £ 35; and 
each of plural R 1 , R 2 , R 3 , m, and n in the four high-molecular chains may be the same or different. 

2. A solid battery of claim 1 , wherein the solid battery has a composite positive electrode composed of a positive elec- 
trode composite containing a positive electrode active substance and the solid electrolyte, and the solid electrolyte 
is disposed as a separator between the composite positive electrode and a negative electrode. 

3. A solid battery of claim 2, wherein the negative electrode is a composite negative electrode composed of a negative 
electrode composite containing a negative electrode active substance and the solid electrolyte. 

4. A solid battery of claim 1 . wherein the solvent is at least one kind selected from the group consisting of cyclic esters, 
cyclic carbonic esters, cyclic ethers, nitriles, chain ethers, chain esters, chain carbonic esters, sulfolane. suKolane 
derivatives, dimethyl sulfoxide. N,N-dimethylformamide. and N-methyloxazolidinone. 
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(54) Solid polymer electrolyte battery 

(57) A solid battery using a solid electrolyte obtained by dissolving a tetrafunctional high-molecular compound and 
an electrolyte salt in a solvent and crosslinking the solution by the irradiation of an actinic radiation and/or by heating, 
wherein the solid electrolyte is one obtained by using a tetrafunctional terminal acryloyl-modified alkylene oxide polymer 
having a high-molecular chain represented by following formula (I) as the above-described tetrafunctional high-molec- 
ular compound, compounding the solvent with the polymer at a ratio of from 220 to 1 ,900% by weight to the above- 
described tetrafunctional high-molecular compound, and crosslinking the compounded mixture: 



R 1 R 2 R 3 

' 1 I 

- CCH 2 CH0) (CH 2 CHO) „-C0-C = CH 2 



wherein R 1 and R 2 each represents a hydrogen atom or a lower alkyl group; R 3 represents a hydrogen atom or a 
methyl group; m and n each represents 0 or an integer of at least 1 ; in one high-molecular chain, m + n > 35. 

The solid battery has a high performance and a high-energy density, prevents the occurrence of liquid leakage 
and gas spouting, and has an excellent mechanical strength. 



CO 
< 

CO 
CM 

a> 
o 

Q. 

tu 



Printed by Jouve. 75001 PARIS (PR) 



(Cont. next page) 



EP0 923 147 A3 



F I G. 



EP0 923 147 A3 



European Patent 
Office 



EUROPEAN SEARCH REPORT 



Application Number 

EP 98 12 2785 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 



L.X 



Citation of document with indication, where appropriate, 
of relevant passages 



EP 0 880 189 A (DAI ICHI K0GY0 SEIYAKU CO 
LTD) 25 November 1998 (1998-11-25) 
*cited for throwing doubts on priority 
claim* 

* claims 1-4 * 

* page 2, line 5 - line 6 * 

EP 0 576 686 A (DAI ICHI K0GY0 SEIYAKU CO 

LTD ;YUASA BATTERY CO LTD (OP)) 

5 January 1994 (1994-01-05) 

*claims 1-5* 

*abstract* 

*figure 2* 

*example 2, page 11, 12* 

US 5 527 639 A (IZUTI SHYUITI ET AL) 
18 June 1996 (1996-06-18) 
column 2, line 23 - line 47 * 
column 3, line 57 - line 67 * 
column 4, line 55 - line 64 * 
column 5, line 7 - line 67 * 
claims 1,5,7,8 * 



The present search report has been drawn up for all claims 



Place of March 

MUNICH 



Date cJ completion ol the search 

10 April 2003 



Relevant 
to claim 



CLASSIFICATION OF THE 
APPLICATION (lnt.a.6) 



1.4 



H01M6/18 



2,3 



2,3 



TECHNICAL FIELDS 
SEARCHED (lnl.CI.6) 



H01M 



Exa-nintr 

Gbtz, H 



CATEGORY OF CITED DOCUMENTS 

X : p art ou tarty relevant if taken alone 

Y : particularly relevant I combined with another 

document of the tame category 
A : techno logical background 
O : nor*- written disclosure 
P : Intermediate document 



T : theory or principle under lying the invention 
E : earlier patent document, but pubSshed on, or 

after the tang date 
D : document cited in the application 
L : document cited for other reasons 

& : member of the same patent f amity, corresponding 
document 



3 



EP0 923 147 A3 



ANNEX TO THE EUROPEAN SEARCH REPORT 
ON EUROPEAN PATENT APPLICATION NO. 



EP 98 12 2785 



This annex lists the patent family members relating to the patent documents cited in the above-mentioned European Be arch report 
The members are as contained in the European Patent Office EDP file on 

The European Patent Office is in no way liable for these particular© which are merefy given for the purpose of information. 

10-04-2003 



Patent document 
cited in eearoh report 



Publication 
date 



Patent family 
members) 



Publication 
date 



EP 0880189 A 



25-11-1998 



JP 
JP 
CA 
EP 
US 



3104127 B2 

10321040 A 

2238206 Al 

0880189 A2 

6399254 Bl 



EP 0576686 A 



05-01-1994 



JP 
CA 
DE 
DE 
EP 
JP 
JP 
W0 
US 



5198303 A 
2106205 Al 
69330893 Dl 
69330893 12 
0576686 Al 
3290229 B2 
7006787 A 
9314529 Al 
5436090 A 



& For more details about this annex : see OfficialJournal of the European Patent Office, No. 12/B2 



30-10-2000 
04-12-1998 
23-11-1998 
25-11-1998 
04-06-2002 



06-08- 
22-07- 
15-11- 
13-06- 
05-01- 
10-06- 
10-01- 
22-07- 
25-07- 



1993 
1993 
2001 
2002 
1994 
2002 
1995 
1993 
1995 



US 5527639 


A 


18-06-1996 JP 


3215478 B2 


09-10-2001 






JP 


5205779 A 


13-08-1993 






JP 


3215479 B2 


09-10-2001 






JP 


5205780 A 


13-08-1993 






CA 


2087555 Al 


28-07-1993 






DE 


69316050 Dl 


12-02-1998 






DE 


69316059 12 


23-04-1998 






EP 


0559317 Al 


08-09-1993 






US ! 


5268243 A 


07-12-1993 



4 



